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(57) Abstract: The percentage fraction of fundamental mode power located in the cladding holes of different holey fibres (PF^^) 
is shown as a function of wavelength in microns of the fundamental mode (k). Properties of two groups of holey fibres are shown. 
The upper group of three curves shows embodiments of the invention with A=0.75 um and d/A=0.6, 0.7 & 0.8 respectively, where 
d is the hole diameter and A the hole spacing or pitch. The lower group of curves, which are almost superimposed on each other, 
show properties of holey fibres representative of the prior art with A=3.2 Urn and d/A=0.6, 0.7 & 0.8 respectively. A huge improve- 
ment in the mode power present in the holes is evident. In the prior art curves, the mode power fraction is generally less than 1%, 
whereas with the illustrated embodiments of the invention, holey fibres with 10-40% of the fundamental mode power in the holes 
are achieved. Generally the holey fibre should be structured such that the wavelength of the guided light X > 2.2A. For telecommu- 
nications wavelengths, this means that the hole spacing should be smaller than typical in the prior art, i.e. around lum or less, and 
the hole diameter should be as large as possible in relation to the hole spacing, preferably d/A > =0.6. 
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TITLE OF THE INVENTION 
HOLEY OPTICAL FIBRES 

5 BACKGROUND OF THE INVENTION 

The invention relates to holey fibres and other analogous cavity waveguiding 
structures. 

A holey fibre is an optical fibre whose optical confinement mechanism and 

10 properties are affected by an array of air holes defined by cavities that run lengthwise 
down the fibre. Light can be guided within holey fibres by two distinct mechanisms. 
First, with periodic arrangements of air holes, guidance can be obtained through 
photonic band gap effects [1]. Second, guidance can be obtained from volume average 
refractive index effects. This second guidance mechanism does not rely on periodicity 

15 of the airholes [2]. 

Generally, a holey fibre has a solid core surrounded by a holey cladding region. 
The structure is fabricated by stacking silica capillaries in a hexagonal close packed 
array and then removing one of the capillaries and replacing it with a solid silica rod of 
the same outer dimensions. The fibre stack is then drawn to bundle form in a one or 

20 two stage process. Fabrication of holey fibres is discussed further in the literature 
[3] [4]. In the literature, the core is sometimes referred to as the central index defect, or 
defect for short, and the surrounding holey cladding as the hole lattice. 

Holey fibres are generally characterised in terms of hole size and hole spacing. 
Because of the fabrication method, the holes are usually periodically spaced, the 

25 period usually being termed as "pitch", A, in the literature. Because of the fabrication 
method, the holes are also usually circular and thus categorised by a diameter, d. 
Typical dimensions of existing holey fibres are at least 2 microns for the pitch, 
although some smaller pitches are mentioned in the literature. Specifically, reference 
[2] discloses a pitch A=0.925 |un with hole diameters of d=0.688 or 0.833 \xm. 

30 Moreover, reference [7] discusses a silica core of diameter d=0.962 |xm suspended in 
air in the context of a theoretical study related to using holey fibre to compensate for 
group velocity dispersion in standard telecommunications fibre. 
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Further general background relating to theories applicable to holey fibres may 
be found in the literature [5] [6] . 

One application suggested for holey fibres is. sensing. It is proposed that a 
fluid, i.e. gas or liquid, is present in the fibre cavities. A property of the fluid is then 
5 sensed by its effect on that part of the optical mode, generally an evanescent wave part, 
which propagates in the holey cladding region. 

Another application suggested for holey fibres is for low-loss 
telecommunication fibre. In principal, it might be expected that propagation losses 
could be reduced in a holey fibre, by virtue of the lower losses associated with the 

10 holes relative to the glass regions of the fibre. More fundamentally, a holey fibre with 
a photonic band gap could reduce losses through photonic crystal effects. 

These applications pre-suppose that a significant proportion of mode power is 
present in the holey cladding region of the fibre. Holey fibres of the type based on 
photonic band gap guidance mechanism have very recently been fabricated with a 

15 large percentage of mode power in the "active" holes of the cladding region [14]. 
However, this type of holey fibre requires periodicity in the hole structure and thus can 
be expected to be quite difficult to fabricate commercially. Consequently, holey fibres 
of the type based on the average refractive index guiding mechanism are in principal 
more attractive since there is no equivalent requirement of hole periodicity. However, 

20 examples of this latter type of holey fibre fabricated to date have only a very small 
percentage of mode power in the "active" holes of the cladding region. This fact, not 
hitherto appreciated, has been determined by a theoretical model developed by the 
inventors, as described in references [8] and [9]. The full contents of references [8] 
and [9] are incorporated herein by reference, 

25 Reference [8] describes a scalar orthogonal function method for holey fibres, 

which is valid when the holes are small. 

Reference [9] extends the model to the vector case, which enables the full 
range of holey fibres to be modelled. This technique involves decomposing the modal 
field using localised functions. The central index defect and the hole lattice are 

30 described independently using localised functions for the defect and periodic functions 
for the holes. This can be efficient and accurate because the quantities are described 
by functions chosen carefully to suit. 
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The model of references [8] and [9] allows computation of the proportion of 
mode power present in the holes of the cladding region of a holey fibre. Using this 
model, it has been determined that previously fabricated holey fibres guiding by 
average refractive index effects typically have only around 1% or less of their mode 
5 power in the holes. 

Clearly, this is not good for any of the proposed holey fibre devices whose 
efficiency depends on mode power in the holes. 

It is therefore an aim of the invention to provide a holey fibre based on average 
retractive index guidance effects which has a relatively high proportion of mode power 
10 in the holes, i.e. a relatively large evanescent overlap of the mode field with the fibre 
cavities. 
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SUMMARY OF THE INVENTION 

According to a first aspect of the invention there is provided a holey fibre 
having holes with a pitch of less than 0.9 microns, more preferably approximately 0.75 
5 microns, positioned adjacent to the core. The pitch is preferably between 0.1 and 0.9 
microns, more preferably between 0.5 and 0.9 microns. The ratio of hole size to pitch 
is preferably greater than or equal to approximately 0.6. 

According to a second aspect of the invention there is provided a method of 
guiding light along an optical fibre by average refractive index effects, the optical fibre 

10 having a core and a cladding, the cladding containing holes distributed across the 
optical fibre to define a pitch, wherein the wavelength of the light is at least 
approximately 2.2 times the pitch of the holes. The holes preferably have a pitch of 
less than 0.9 microns, more preferably approximately 0.75 microns. The ratio of hole 
size to pitch is preferably greater than or equal to approximately 0.6. In an 

15 embodiment of the invention, the holes are approximately circular and the ratio of hole 
diameter to pitch is between 0.6 and 0.8 . - 

With these aspects of the invention it is possible to achieve a massive 
improvement in the mode power present in the holes without photonic band gap 
effects. The percentage fraction of fundamental mode power located in the holes is 

20 used as a figure of merit. In the prior art holey fibres using average refractive index 
guidance effects, this is generally less than 1%, often much less. With the invention, it 
is possible to realise holey fibres based on average refractive index guidance effects 
that have 1 0-40% or more of the fundamental mode power in the holes. In some 
embodiments, the holey fibre may have a highly periodic hole structure and thus may 

25 possess significant photonic band gap effects. 

The design rules specified above thus allow for large evanescent overlap of the 
mode field with the air, other fluid or vacuum present in the fibre holes. The holes 
should be arranged adjacent to the core so that they interact significantly with the 
optical mode guided by the core. In addition to the small pitch holes arranged around 

30 the core, there may be a further group of holes radially outward of the small pitch 
holes, for example larger holes for ease of fabrication. On the other hand, the small 
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pitch holes may extend across all the cladding region and constitute the only group of 
holes in the cladding region. 

The proposed holey fibres generally incorporate relatively large amounts of air 
within the structure, typically with a space (air) fill factor in the cladding of greater 
5 than 40%. Moreover, the hole spacing, i.e. pitch, should preferably be shorter or 
comparable to the optical wavelength of the mode of interest. 

The invention will be of potential interest to all applications requiring an 
optical interaction with a liquid, gaseous or vacuum field by evanescent field effects. 
For example, the concentration of pollutants in a gas could be determined by 
10 measuring the absorption which occurs as light propagates through the gas for a range 
of wavelengths [10]. Particular applications of interest are: 



1) 


transport of high power optical beams (low optical non-linearity fibre); 


2) 


low-loss optical fibre for transmission systems; 


15 3) 


optical sensors (gas detection, liquid composition, medical); 


4) 


atom optics; 


5) 


optical manipulation of microscopic particles; 


6) 


particle separation (by mass, induced polarisability, electric dipole moment); 


7) 


Raman lasers; 


20 8) 


non-linear optical devices; 


9) 


referencing of a laser to specific gas absorption lines; 


10) 


metrology; and 



11) dispersion compensation in transmission systems (holey fibre embodying the 
invention can be made to exhibit high dispersion). 

25 
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For a better understanding of the invention and to show how the same may be 
carried into effect reference is now made by way of example to the accompanying 
drawings in which: 

Figure 1 is scanning electron micrograph (SEM) representative of a typical prior 
an holey fibre with approximate dimensions: hole diameter, d=1.9 microns; and hole 
spacing. A =3.2 microns (d/A= 0.6); and 

Figure 2 is a graph showing the percentage fraction of fundamental mode 
power located in the holes of different holey fibres (PF ho ics) as a function of 
wavelength in microns of the fundamental mode (X). 
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DETAILED DESCRIPTION 

To assess the suitability of holey fibres for evanescent field devices, it is crucial to 
know the magnitude of the overlap of the modal field with the holes. This has not 
5 hitherto been addressed. The present invention and its embodiments are based on what is 
believed to be the first studies of the magnitude of the overlap of the modal field with the 
holes in holey fibres. 

The parameter PF ho ies is defined as the fraction of power of the fundamental mode 
guided by the holey-fibre waveguiding structure which is located in the holes. 

10 To evaluate PFhoies the mode profile for a given wavelength is first calculated 

using the vector model described in reference [9]. It is then straightforward to evaluate 
PFhoies at that wavelength numerically. The value of the parameter PFhoies has been 
calculated for a range of different holey fibres and wavelengths. The experimental and 
theoretical results are now discussed with reference to Figure 1 and Figure 2. 

15 Figure 1 is scanning electron micrograph (SEM) representative of a typical prior 

art holey fibre with approximate dimensions of hole diameter, d=1.9 jam and hole pitch, 
A=3.2 |im (d/A = 0.6). Holey fibres embodying the invention may have the same 
general structural features, but have different absolute and/or relative dimensioning as 
described in the following. In alternative embodiments, the solid core of the holey 

20 fibre of Figure 1 may be replaced with a further holey fibre array characterised by 
smaller feature sizes than the cladding. For example, with a smaller characteristic hole 
pitch and hole diameter than for the cladding. This general structure is described in 
reference [13], the contents of which are incorporated herein by reference, specifically 
in the embodiment of Figure 4 of that document. 

25 Figure 2 is a graph showing the percentage fraction of fundamental mode 

power located in the holes of different holey fibres (PFhoies) as a function of 
wavelength in microns of the fundamental mode (X). 

Properties of two groups of holey fibres are shown. The upper group of three 
curves shows embodiments of the invention with A=0.75 jam and d/A=0.6, 0.7 & 0.8 

30 respectively. The lower group of three curves, which are almost superimposed on each 
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other, show properties of holey fibres representative of the prior art with A=3.2 jim 
and d/A=0.6, 0.7 & 0.8 respectively. 

For the fibre of Figure 1 , which is representative of the prior art holey fibres, 
PFhoies is surprisingly just 0.6% at X = 1.5 ^m. More generally, the holey fibres of the 
5 prior art typically have a pitch (i.e. hole spacing) in the range A=2-3.5 t*m. With our 
theory, it is found that PF ho ies is insignificant for such holey fibres over the wavelength 
range X = 0.5-2 jam. For example, the lower set of curves in Figure 2 corresponds to 
holey fibres with A=3.2 jum and relative hole diameters d/A=0.6, 0.7 and 0.8 
respectively. 

10 From the inventors 1 model of reference [9], it is immediately striking that the 

field distribution depends strongly on the feature size in the holey fibre relative to 
wavelength of the guided light. Accordingly, PF ho ies can be tailored by a suitable 
choice of holey fibre feature sizes. This does not appear to have been appreciated in 
the prior art. 

1 5 To understand how feature size should be chosen, we consider a solid silica rod 

of diameter 1.25 A suspended in air, A being the pitch of an equivalent holey fibre. 
Although this suspended structure is clearly impractical, it should be a good 
approximation for large air-fill holey fibres. A value of 1.25A is chosen because it 
gives good agreement in the step-index fibre analogy [7]. The modes of this simple 

20 structure can be found exactly [11]. It is found that a significant fraction of the 
fundamental mode is outside the core when V<2, V being the fibre parameter. This 
leads to the requirement that X should be greater than approximately 2.2A in order for 
PFhoies to be significant. At telecommunications wavelengths, i.e. 1.3 and 1.5 jam, this 
condition is only satisfied for relatively small pitches A which leads to very small 

25 mode areas of less than approximately 1 jam 2 . Consequently, such fibres should also 
have potential applications in non-linear experiments. 

The upper curves in Figure 2 show PF ho ics for a range of holey fibres with 
A=0.75 fim. The above condition of A is greater than or equal to approximately 2.2A 
has been used to guide the selection of the pitch A. (For the 1.3 jim 

30 telecommunication window, this condition is satisfied by a pitch of approximately 0.6 
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fim or less. For the 1 .5 ixm telecommunications window, the condition is satisfied for 
:, pitch of less than approximately 0.7 ^im). 

From Figure 2, it is clear that PF ho ics is dramatically increased by using the 
smaller pitch of 0.75 jim. For example, PF ho ics is approximately 30% at 1.5 nm for a 
5 holey fibre with hole separations d/A=0.8. So far, we have fabricated holey fibres with 
d/A as large as 0.7 [7]. We thus expect it should be practical to fabricate such fibres. 
It should not be more difficult to obtain small pitches. The high degree of overlap 
between the fundamental mode and the holes evident in Figure 2 implies that holey 
fibres can be fabricated which are useful as evanescent field devices, which cannot be 
10 said for typical prior art holey fibre structures as exemplified by the lower curves of 
Figure 2. 

To demonstrate the possibilities for using holey fibres in evanescent field 
devices, the holey fibre discussed above with A=0.75 fim and d/A=0.8 is now 
considered. Using 1.67 ^im light, it is possible to measure methane concentrations 

15 [12]. For this fibre, Figure 2 predicts that PF h0 ics = 35% at this wavelength. Hence, 
less than 3 metres of this holey fibre is required to obtain an equivalent free-space path 
length of 1 metre. Hence by coiling the fibre, extremely long path lengths can be 
achieved compactly. Another advantage of this geometry is that only tiny gas volumes 
are required. Three meters of this holey fibre filled using only 30nL of gas would be 

20 required. However, it is noted that if the pitch is made too small it becomes difficult to 
fill the holes with gas in a reasonable time. 

Since fibre losses can be low, one could envisage holey fibres with extremely 
long equivalent free-space path lengths. Also, the combination of the confinement 
provided by the fibre and the endless single-moded operation which is possible in 

25 holey fibre ensures good model overlap between very different wavelengths over long 
distances. This is advantageous for sensing, because the absorption signatures of 
different pollutants can be at quite disparate wavelengths. Hence, holey fibres have 
the potential to provide an ideal environment for evanescent field devices. Further 
optimisation of the holey fibre geometry is likely to significantly enhance this 

30 potential. 
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Another type of air-clad fibre was proposed by the article Kaiser et al [6], the 
full contents of which is incorporated herein by reference. In the Kaiser structure, the 
core is supported by a thin spoke-like membrane. Such a structure can be single mode. 
This fibre is closely related to the suspended rod model described above. However, 
5 Kaiser et al considered only structures where the membrane thickness T is much 
greater than the wavelength, for which most of the light is located in the glass. By 
reducing the scale of this structure, which is analogous to reducing the pitch in a holey 
fibre, the overlap of the mode with the air could be increased. This alternative single- 
material fibre design could also be used to create compact evanescent field devices. 

10 The right is reserved to specifically claim such structures in the present application, or 
in divisional, continuation or continuation-in-part applications herefrom. 

In summary, the overlap of the fundamental optical mode with the air holes in a 
holey fibre has been studied for what is believed to be the first time. This has been 
done using a newly developed vector model. It has been shown that a significant 

15 fraction of the modal power can be made to overlap with the holes by careful choice of 
the structural feature sizes using only average refractive index effects, i.e. without 
resorting to photonic band gap effects. 

Furthermore, it has been shown that the structural feature sizes of typical prior 
art holey fibres based on average refractive index effects have utterly failed to provide 

20 any significant mode power in the holes, so that such prior art holey fibres could never 
have provided efficient evanescent field devices. Most if not all of this type of prior 
art holey fibres were thus unsuited for evanescent field device applications without this 
being realised. 

The results presented show that holey fibres and analogous structures may 
25 indeed become useful for future commercial evanescent field devices. Specifically, 
the proposed holey fibres should be tolerant to variations in the pitch across the fibre. 
By contrast, for holey fibre based on guidance by photonic band gap effects, stringent 
adherence to a constant pitch is required. Thus, although the proposed holey fibre may 
have a generally periodic hole structure (if only as an artefact of the fabrication 
30 process), this is not relied upon for the basic functioning of the device and could be 
dispensed with. The definitions of the proposed holey fibre in terms of its pitch and 
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hole size in the above and in the following claims are thus to be construed as meaning 
an overall pitch and hole size, possibly with a large variance across the fibre. 
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CLAIMS 

1. An optical fibre having a core and a cladding, the cladding containing holes 
distributed across the optical fibre adjacent to the core to define a pitch, wherein the 

5 pitch is less than 0.9 microns. 

2. An optical fibre according to claim 1, wherein the pitch is between 0.1 and 0.9 
microns. 

10 3. An optical fibre according to claim 1, wherein the pitch is between 0.5 and 0.9 
microns. 

4. An optical fibre according to claim 1, 2 or 3, wherein the holes have a 
characteristic hole size and the ratio of hole size to pitch is greater than or equal to 

15 approximately 0.6. 

5. An optical fibre according to claim 4, wherein the ratio of hole size to pitch is 
between approximately 0.6 and 0.8. 

20 6. An optical fibre according to any one of the preceding claims, wherein the 
pitch is equal to or less than approximately 0.75, 0.7 or 0.6 microns. 

7. An optical fibre according to any one of claims 1 to 6, wherein the core 
contains holes. 

25 

8. An optical fibre according to any one of claims 1 to 6, wherein the core is 
solid. 

9. A method of guiding light along an optical fibre by average refractive index 
30 effects, the optical fibre having a core and a cladding, the cladding containing holes 

distributed across the optical fibre to define a pitch, wherein the wavelength of the 
light is at least approximately 2.2 times the pitch of the holes. 
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10. A method according to claim 9, wherein the pitch is less than 0.9 microns 

11. A method according to claim 9, wherein the pitch is between 0.1 and 0.9 
5 microns. 

12. A method according to claim 9, wherein the pitch is between 0.5 and 0.9 
microns. 

10 13. A method according to any one of claims 9 to 12, wherein the holes have a 
characteristic hole size and the ratio of hole size to pitch is greater than or equal to 
approximately 0.6. 

14. A method according to claim 13, wherein the ratio of hole size to pitch is 
15 between approximately 0.6 and 0.8. 

15. A method according to any one of claims 9 to 14, wherein the pitch is equal to 
or less than approximately 0.75, 0.7 or 0.6 microns. 

20 
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AMENDED CLAIMS 

[received by the International Bureau on 9 October 2000 (09. 1 0.00); 
original claims 1-15 replaced by new claims 1 - 1 9 (3 pages)] 

1 An optical fibre having a core and a cladding, the cladding containing holes 
distributed across the optical fibre adjacent to the core to define a pitch, wherein the 
5 pitch is less than 0.9 microns, wherein the holes have a characteristic hole size and the 
ratio of hole size to pitch is greater than or equal to approximately 0.6. 

2. An optical fibre according to claim 1, wherein the pitch is between 0.1 and 0.9 
microns. 

10 

3. An optical fibre according to claim 1, wherein the pitch is between 0.5 and 0.9 
microns. 

A. An optical fibre according to any one of the preceding claims, wherein the ratio 
1 5 of hole size to pitch is between approximately 0.6 and 0.8. 

5. An optical fibre according to any one of the preceding claims, wherein the 
pitch is equal to or less than approximately 0.75, 0.7 or 0.6 microns. 

20 6. An optical fibre according to any one of claims 1 to 5, wherein the core 
contains at least one hole. 

7. An optical fibre according to any one of claims 1 to 5, wherein the core is 
solid. 

25 

8. An optical fibre according to any one of the preceding claims, wherein the 
optical fibre has a principal axis of extent and the holes are elongate extending along 
the principal axis of extent. 

30 9. An optical fibre according to any one of claims 1 to 8, wherein the holes, 
arranged. so that the optical fibre guides by volume average refractive index effects. 
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10. An optical fibre according to any one of claims 1 to 8, wherein the holes are 
arranged periodically so that guidance is obtained by photonic band gap effects. 

11. A method of guiding light along an optical fibre by average refractive index 
effects, the optical fibre having a core and a cladding, the cladding containing holes 
distributed across the optical fibre to define a pitch, wherein the wavelength of the 
light is at least approximately 2.2 times the pitch of the holes, and wherein the holes 
have a characteristic hole size and the ratio of hole size to pitch is greater than or equal 
to approximately 0.6. 

12. A method according to claim 1 1 , wherein the pitch is less than 0.9 microns. 

13. A method according to claim 11, wherein the pitch is between 0.1 and 0.9 
microns. 

14. A method according to claim 11, wherein the pitch is between 0.5 and 0.9 
microns. 

15. A method according to any one of claims 11 to 14 ? wherein the ratio of hole 
size to pitch is between approximately 0.6 and 0.8. 

16. A method according to any one of claims 1 1 to 15, wherein the pitch is equal to 
or less than approximately 0.75, 0.7 or 0.6 microns. 

17. A method according to any one of claims 11 to 16, wherein the optical fibre 
has a principal axis of extent and the holes are elongate extending along the principal 
axis of extent. 

18. A method according to any one of claims 1 1 to 17, wherein the holes arranged 
so that the optical fibre guides by volume average refractive index effects. 
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19. A method according to any one of claims 11 to 17, wherein the holes are 
arranged periodically so that guidance is obtained by photonic band gap effects. 

5 



BNSDOCID: <WO 0072067 A 1_l_> 



AMENDED SHEET (ARTICLE 19) 



WO 00/72067 



- 17 - 



PCT/GB00/01934 



STATEMENT UNDER ARTICLE 19 (1) 



The independent claims have been amended to recite the ratio of hole size to pitch, as included in 
original dependent claims 4 and 13. 

The amended claims are considered to be novel over each of WO 00/16141, WO 99/64903 and 
WO 00 06506 

In the cases of WO 99/64903 and WO 00/06506, neither document discloses anything about the 
ratio of hole size to pitch so novelty is clearly present. 

In the case of WO 00/16141. this document discloses a ratio of pore diameter to pitch in the range 
0.1 to 0.9 (see page 4, lines 5 to 7). However, WO 00/16141 does not disclose the combination of this 
ratio with any absolute pitch size. The claimed combination of a pitch of less than 0.9 microns in 
combination with a specific hole size to pitch ratio in amended claim 1 is thus novel over WO 00/16141. 
In this respect, it is noted that the statements in WO 00/16141 relating to desired pitch sizes (see page 3) 
are not linked to the above-mentioned statement relating to the ration of pore diameter to pitch. This 
distinction is emphasised by the claims where claim 9 relating to this ratio does not depend on claim 8 in 
which the pitch range is stated. In summary, claim 1 as amended is novel over WO 00/16141, since the 
claimed combination of features is not present in any single embodiment of WO 00/16141. 

In respect of the amended independent method claim, WO 00/16141 does not disclose any ratio of 
pore diameter to pitch in combination with the wavelength of light to be guided. Accordingly, the 
independent method claim as amended is also novel over WO 00/16141. The independent method claim 
is also novel over WO 00/06506A and WO 99/64903 A, since neither of these citations disclose any ratio 
of hole size to pitch, as already mentioned above. 

The amended claims are considered to be novel and inventive over EP 0 779 523 A. It is not 
understood how the passage referred to in the International search report has any direct bearing on the 
novelty or inventive step of original claims 4 or 13 which now form the basis of the amended independent 
claims. 

The opportunity has also been taken to add three further dependent claims. 

Finally, the present amendments are made without abandonment of subject matter. Specifically, 
the present amendments have been made to distinguish the claimed subject matter more clearly from WO 
00/16141. WO 00/06506 and WO 99/64903 on the basis that these documents are. or will become, citable 
at least for novelty purposes against the present application. Therefore, in any designated or elected states 
in which these documents do not ultimately form part of the prior an, we reserve the right to reinstate the 
original claims. 
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